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(57) Abstract: Compositions are described comprising a of a block copolymer having an overall ionic charge and in which one 
— of the blocks has pendant zwittcrionic groups and a biologically active compound having a charge opposite that of the polymer. 

^ The polymer is preferably a linear diab lock copolymer, preferably having a low polydispersity, such as a (tertiary amine group con- 
taining monomer) block-(zwitierionic monomer) copolymer. Suitable cationic monomers are dialkyl aminoalkyl(alk)acrylates and 

Q - acrylamides and suitable zwitterionic monomers are phosphorylcholine group containing acrylate monomers such as 2-methacy- 

£^ loyloxyetyl^'-trimethyl ammonium ethyl phosphate liner salt. The biologically active compound is generally polyionic and is for 

^ instance a nucleic acid, such as DNA, especially plasmid DNA. 
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COMPOSITIONS OF POLYMERS 

The present invention relates to compositions comprising polymers 
and biologically active compounds, especially polymeric drug delivery 
systems. 

5 DNA delivery has been a flagship in non-viral gene delivery because 

the promise of therapeutic DNA delivery as a potential cure for many genetic 
diseases has stimulated much interest over the past decade. With 
unacceptable immune responses and other adverse events recently reported 
for viral delivery, non-viral gene delivery becomes even more attractive. 

10 However, the main limitation with non-viral delivery is the inefficient 
transfection, caused mainly by the poor transport of DNA across cell 
membranes. Various cationic polyelectrolytes have shown promising effects 
in facilitating gene delivery as these polymers readily conjugate with DNA to 
neutralize the net negative charges from DNA molecules. However, recent 

15 research has indicated that successful polymeric candidates must satisfy a 
set of requirements. First, although neutralization helps to mediate negative 
charges in DNA and improve the transport, the polymer must not destabilize 
the helical structures so that its bioactivity is lost. In addition, it must not 
impose cytotoxicity to ceiis either. Cationic polymers such as poly-L-lysine 

20 (PLL), polyethylenimine (PEI) and polyamidoamine dendrimer all readily 
from molecular conjugates with DNA. Unfortunately, high toxicity has been 
reported from these polymers, which is associated with the dissociation of 
protons on the primary and secondary amine side chains (the so called 
proton sponge effect). This event occurs in the endosomal compartment of 

25 cell, which activates the complement system leading to cell death. Second, 
Langer et al have demonstrated that for effective gene delivery, the size of 
conjugated particles must not be over 150 nm for them to be engulfed by 
cells Pack, Putnam, Langer, Biotech. Bioeng. 2000, 67, 217. Third, the 
conjugated particles must be readily dispersable in aqueous solution. 

3 o Unstable aggregates are difficult to administer and are rapidly cleared from 
systemic administration. These conditions together with the level of the high 
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cost in the synthesis of some of the cationic polymers mean that few existing 
polymers can meet this set of requirements. 

Copolymers of tertiary amine alkyl methacrylates with polyethylene 
glycol have been investigated for their potential to serve as vectors for gene 
5 therapy, by Rungfardthong, U. et al J. Contr. Rel. (2001), 73(2-3), 359-380. 
Polymers investigated included low polydispersity block copolymers as well 
as comb polymers formed by statistical copolymerisation of the tertiary 
amine alkyl methacrylate and a mono-methacrylated oligo(ethyleneglycol) 
monomer. The incorporation of the PEG moieties enabled colloidally stable 

10 complexes of polymer and DNA to be generated. In vitro transfection 

experiments showed some transfection took place, albeit that lower levels 
than a control poly-L-lysine system. 

In WO-A-99/06055 block copolymers comprising a non-ionic block 
and a cationic block are used to deliver nucleic acids. The non-ionic block 

is may comprise polyacrylamide. The cationic block may comprise 

polyethylene imine, or a polyimine polymer formed from dibromobutane and 
N-(3-aminopropyl)-1 ,3-propane diamine, or a lysine polymer or copolymer 
(with alanine). Polynucleotide complexed with the copolymers were 
protected from nuclease attack, and were successful in in vivo and in vitro 

20 transfection experiments. 

Cationic drugs have been delivered using systems based on anionic 
polymers, for instance block copolymers comprising non-ionic blocks and 
anionic blocks. Govender, T. et al in J. Contr. Rel. (2001), 75(3), 249-258 
describe non-covalent interactions between a poly(aspartic acid)- 

25 poly(ethylene glycol) block copolymer with diminazene aceturate, a low 
molecular weight cationic drug. 

Bronich, T. K. et a/ in Langmuir (2000), 16(2), 481-489, describe block 
copolymers of polyethylene oxide and poly(sodium methacrylate) with 
cationic surfactants such as cetylpyridinium bromide. The complexes formed 

3 0 stable dispersions with particle sizes in the range 100 to 200 nm. The 

authors describe the effect of changing the block length of the PEO block, 
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and of the sodium methacrylate block on the properties of the dispersion. 
Similar disclosures are in WO-A-98/56348 and WO-A-98/56334. 

In our earlier patent publications WO-A-98/22516 and 
WO-A-98/22517 we describe polymers, primarily used for coating 
5 substrates, having pendant cationic and zwitterionic groups, used in 
conjunction with anionic biologically active materials such as anionic 
mucopolysaccharides, especially heparin. Although the polymer is generally 
coated onto a substrate, and the coated substrate subsequently contacted 
with the anionic active, it is also suggested that the polymer and active may 
10 be premixed in a compatible solvent, to form a coating solution. 

In our earlier publications WO-A-00/28920 and WO-A-00/29481 , we 
describe polyion complexes formed of oppositely charged polyelectrolytes, 
at least one of which has pendant zwitterionic groups. The polyion 
complexes may be used as drug delivery depots, although there are no 
15 examples of selection of specific polymers for use with specific actives. 

In Langmuir (2000) 16, 5980-5986 Styrkas D.A. et al describe 
adsorption at a solid-liquid interface of low polydispersity block copolymers 
formed of a tertiary amino alkylmethacrylate block and a sulphobetaine- 
group containing block. The adsorption showed pH-dependent effects which 
20 the authors compared to the pH dependent effects of micelle formation of 
these block copolymers described in earlier work by Butun, V. et al. in J. 
Mater. Chem. (1997), 7, 1693. 

A new composition according to the invention comprises a block 
copolymer having an overall ionic charge and associated with the polymer a 
25 biologically active compound having a charge opposite that of the polymer 
and is characterised in that the block copolymer comprises at least one 
block which has pendant zwitterionic groups and at least one block which 
comprise ionic groups to confer said overall ionic charge. 

The invention is of most value where the biologically active compound 
30 is anionic, preferably polyanionic, in nature. The invention is of most value 
where the active compound is a nucleic acid, for instance an oligonucleotide, 
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having 5 to 50 base residues usually of DNA. For instance the 
oligonucleotide may be an active anti-sense molecule. The nucleic acid may 
alternatively be a single strand RNA molecule or a single or double strand 
DNA molecule. Double stranded DNA may, for instance, comprise genes 
5 encoding useful products, especially a plasmid, including control sequences 
enabling it to be transcribed and translated when transfected into a cell. The 
invention is thus usefully a gene delivery system. Other anionic actives may 
be saccharide-containing compounds, proteins or peptides and amphiphilic 
anionic compounds such as retinoic acid and derivatives. 

10 The invention may also be useful where the biologically active 

compound is a cationic drug, especially a polycationic drug or an amphiphilic 
cationic drug. Examples are cetyl and other long chain alkyl-pyridinium 
compounds, anaesthetics, such as procaine-HCI, rhodamine probes, and 
low molecular weight drugs such as mexilitine, amiloride HCI, diminazene 

15 aceturate and amikicin sulphate. 

The composition of the invention is preferably in the form of an 
aqueous composition or a non-aqueous composition which may be made 
uup to form an aqueous composition by addition of water. In the invention 
the term ' associated with* in relation to the interaction between the polymer 

2 o and the biologically active compound means that the polymer and the active 
are electrostatically bound to one another. They are not covalently bound. 
More preferably the composition comprises polymer and biologically active 
compound associated with one another in the form of particles having an 
average diameter of less than 200 nm, preferably less than 150 nm 

25 Preferably the particles are in suspension where the composition is the 

preferred aqueous liquid. Particles of size less than the indicated maximum, 
are capable of being taken up by cells, so that the biologically active 
compounds may be delivered intracellular^. Such particles may also be 
stabilized against settlement in an aqueous composition. Such a 

30 composition thus retains useful rheology, enabling it to be handled by usual 
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liquid handling techniques, without having to be thickened or gelled to 
stabilise the particles against settlement. 

The particle size may depend upon the molecular size of the 
biologically active compound and/or of the copolymer. It will also depend 
5 upon other features of the copolymer, for instance the nature of the 

monomers from which the polymer is formed. Preferably the copolymer has 
a molecular weight (weight average) less than 500,000, preferably less than 
100,000, for instance 50,000 Da. 

Generally the zwitterionic block is formed from ethylenically 
10 unsaturated monomers including a zwitterionic monomer having the general 
formula 

YBX I 

in which Y is an ethylenically unsaturated group selected from H 2 C=CR-CO- 
A-, H 2 C=CR-C 6 H 4 -A 1 -, H 2 C=CR-CH 2 A 2 , R 2 0-CO-CR=CR-CO-0, RCH=CH- 
15 CO-O-, RCH=C(COOR 2 )CH 2 -CO-0, 




A is -O- or NR 1 ; 

A 1 is selected from a bond, (CH 2 ),A 2 and (CH 2 ), S0 3 - in which I is 1 to 

12; 

A 2 is selected from a bond, -0- O-CO- CO-O, CO-NR 1 -, -NR 1 -CO, O- 
25 CO-NR 1 -, NR 1 -CO-0-; 

R is hydrogen or C 1-4 alkyl; 

R 1 is hydrogen, C,^. alkyl or BX. 

R 2 is hydrogen or C^ alkyl; 

B is a bond, or a straight branched alkanediyl, alkylene oxaalkylene, 
30 or alkylene (oligooxalkylene) group, optionally containing one or more 
fluorine substituents; 
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X is a zwitterionic group. 

Preferably X is an ammonium, phosphonium, or sulphonium 
phosphate or phosphonate ester zwitterionic group, more preferably a group 
of the general formula II 



in which the moieties A 3 and A 4 , which are the same or different, are - 
0-, -S- -NH- or a valence bond, preferably -0-, and W* is a group 
comprising an ammonium, phosphonium or sulphonium cationic group and a 
group linking the anionic and cationic moieties which is preferably a C^- 
alkanediyl group, 

preferably in which V\T is a group of formula 
-W 1 -N + R 3 3l -W 1 -P + R 4 3l -W 1 -S + R 4 2 or -W 1 -Het + in which: 

W 1 is alkanediyl of 1 or more, preferably 2-6 carbon atoms optionally 
containing one or more ethylenically unsaturated double or triple bonds, 
disubstituted-aryl (ary!ene), alkylene arylene, arylene alkylene, or alkylene 
aryl alkylene, cycloalkanediyl, alkylene cycloalkyl, cycloalkyl alkylene or 
alkylene cycloalkyl alkylene, which group W 1 optionally contains one or more 
fluorine substituents and/or one or more functional groups; and 

either the groups R 3 are the same or different and each is hydrogen 
or alkyl of 1 to 4 carbon atoms, preferably methyl, or aryl, such as phenyl, or 
two of the groups R 3 together with the nitrogen atom to which they are 
attached form an aliphatic heterocyclic ring containing from 5 to 7 atoms, or 
the three groups R 3 together with the nitrogen atom to which they are 
attached as heteroaromatic ring having 5 to 7 atoms, either of which rings 
may be fused with another saturated or unsaturated ring to form a fused ring 
structure containing from 5 to 7 atoms in each ring, and optionally one or 
more of the groups R 3 is substituted by a hydrophilic functional group, and 

the groups R 4 are the same or different and each is R 3 or a group 
OR 3 , where R 3 is as defined above; or 



o 




p- 



oS 
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Het is an aromatic nitrogen-, phosphorus- or sulphur-, preferably 
nitrogen-, containing ring, for example pyridine. 

Monomers in which X is of the general formula in which V\T is 
W 1 N*R 3 3 may be made as described in our earlier specification WO-A- 
5 9301221 . Phosphonium and sulphonium analogues are described in WO-A- 
9520407 and WO-A-94 16749. 

Generally a group of the formula II has the preferred general formula 

III 

o 

10 f ^(CH 2 ) m NR 5 3 m 

O0 

where the groups R 5 are the same or different and each is hydrogen or C M 
alkyl, and m is from 1 to 4, in which preferably the groups R 5 are the same 

15 preferably methyl. 

In phosphobetaine based groups, X may have the general formula IV 

oO 

-A 5 -R 6 — W^(R 7 )— R 8 — A 6 — P— R 9 IV 

O 

20 

in which A 5 is a valence bond, -0-, -S- or -NH-, preferably -0-; 

R 6 is a valence bond (together with A 5 ) or alkanediyl, -C(0)alkylene- 
or -C(0)NH alkylene preferably alkanediyl, and preferably containing from 1 
to 6 carbon atoms in the alkanediyl chain; 
25 W 2 is S, PR 7 or NR 7 ; 

the or each group R 7 is hydrogen or alkyl of 1 to 4 carbon atoms or 
the two groups R 7 together with the heteroatom to which they are attached 
form a heterocyclic ring of 5 to 7 atoms; 

R 8 is alkanediyl of 1 to 20, preferably 1 to 10, more preferably 1 to 6 

3 o carbon atoms; 

A 6 is a bond, NH, S or O, preferably O; and 
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R 9 is a hydroxyl, C w2 alkyl, C W2 alkoxy, C 7 . 18 aralkyl, C W8 -aralkoxy, 
Ce-ie aryl or aryloxy group. 

Monomers comprising a group of the general formula IV may be made 
by methods as described in JP-B-03-031718, in which an amino substituted 
5 monomer is reacted with a phospholane. 

in compounds comprising a group of the general formula IV, it is 
preferred that 

A 5 is a bond; 

R 6 is a C 2 _6 alkanediyl; 
10 W 2 isNR 7 : 

each R 7 is alkyl; 

R e is C 2 ^ alkanediyl; 

A 6 is O; and 

R 9 is C M alkoxy. 

!5 Alternatively X may be a zwitterion in which the anion comprises a 

sulphate, sulphonate or carboxylate group. 

One example of such a group is a sulphobetaine group, of the general 
formula V 

®l A 

-N-(CH2) s S0 3 O V 
R 10 

where the groups R 10 are the same or different and each is hydrogen or 
25 alkyl and s is from 2 to 4. 

Preferably the groups R 10 are the same. It is also preferable that at 
least one of the groups R 10 is methyl, and more preferable that the groups 
R 10 are both methyl. 

Preferably s is 2 or 3, more preferably 3. 
3 0 Another example of a zwitterionic group having a carboxylate group is 

an amino acid moiety in which the alpha carbon atom (to which an amine 
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group and the carboxylic acid group are attached) is joined through a linker 
group to the backbone of the biocompatible polymer. Such groups may be 
represented by the general formula VI 

©NR 12 3 
C VI 

-A^ R11 / H \ c02 e 



10 



in which A 7 is a valence bond, -0-, -S- or -NH-, preferably -0-, 
R 11 is a valence bond (optionally together with A 7 ) or alkanediyl, - 
C(0)alkylene- or -C(0)NHalkylene, preferably alkanediyl and preferably 
containing from 1 to 6 carbon atoms; and 

the groups R 12 are the same or different and each is hydrogen or alkyl 
of 1 to 4 carbon atoms, preferably methyl, or two or three of the groups R 12 , 
15 together with the nitrogen to which they are attached, form a heterocyclic 
ring of from 5 to 7 atoms, or the three group R 12 together with the nitrogen 
atom to which they are attached form a fused ring heterocyclic structure 
containing from 5 to 7 atoms in each ring. 

Another example of a zwitterion having a carboxylate group is a 
carboxy betaine -N«(R 13 ) 2 (CH 2 ) r COO e in which the R 13 groups are the same 
or different and each is hydrogen or R^ alkyl and r is 2 to 6, preferably 2 or 
3. 

In the zwitterionic monomer of the general formula I it is preferred that 
the ethylenic unsaturated group Y is H 2 C=CR-CO-A-. Such acrylic moieties 
are preferably methacrylic, that is in which R is methyl, or acrylic, in which R 
is hydrogen. Whilst the compounds may be (meth)acrylamido compounds 
(in which A is NR 1 ), in which case R 1 is preferably hydrogen, or less 
preferably, methyl, most preferably the compounds are esters, that is in 
which A is O. 

In monomers of the general formula I, especially where Y is the 
preferred (alk)acrylic group, B is most preferably an alkanediyl group. 



20 



25 



30 
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Whilst some of the hydrogen atoms of such group may be substituted by 
fluorine atoms, preferably B is an unsubstituted alkanediyl group, most 
preferably a straight chain group having 2 to 6 carbon atoms. 
A particularly preferred zwitterionic monomer is 2- 
5 methacryloyloxyethyl-2'-trimethylammonium ethyl phosphate inner salt 
(MPC). 

The ionic block may be formed of condensation polymers, such as 
polyethers, polyesters, polyamides, polyanhydrides polyurethanes, 
polyimines, polypeptides, polyureas, polyacetals, polysaccharides or 
10 polysiloxanes. One example of a suitable ionic block is polyethylenimine, 
copolymers of which with polyalkylene oxides have been investigated as 
drug delivery components. Preferably, however, the block is formed by 
radical polymerisation of ethylenically unsaturated monomers. 

It is preferred that the ionic block comprise pendant cationic or 
15 anionic groups. Cationic pendant groups are, for instance, primary, 

secondary or tertiary amines, capable of being protonated at pH's in the 
range 4 to 1 0. Alternatively a cationic group may be a phosphine. An 
anionic group may be a phosphate, phosphonate, sulphate, sulphonate, 
carbonate or preferably carboxylate group. 
20 Suitable ionic monomers from which the ionic block is formed have 

the general formula VII 

Y^Q VII 
in which Y 1 is selected from H 2 C=CR 14 -CO-A 8 -, H 2 C=CR 14 -C 6 H 4 -A 9 -, 
H 2 C=CR 14 -CH2A 10 , R 10 O-CO-CR 14 =CR 14 -CO-O, R 14 CH=CH-CO-0-, 
25 R 14 CH=C(COOR 16 )CH 2 -CO-0, 



30 
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A 8 is -O- or NR 15 ; 

A 9 is selected from a bond, (CH 2 ) q A 10 and (CH 2 ) q S0 3 - in which q is 1 

to 12; 

A 10 is selected from a bond, -0-, -0-CO-, -CO-O, -CO-NR 15 -, 
5 -NR 15 CO-, -O-CO-NR 15 -, -NR 15 -CO-0-; 
R 14 is hydrogen or alkyl; 
R 15 is hydrogen, C^. alkyl or B^. 
R 16 is hydrogen or alkyl; 

B 1 is a bond, or a straight branched alkanediyl, alkylene oxaalkylene, 
10 or alkylene (oligooxalkylene) group, optionally containing one or more 
fluorine substituents; and 

Q is an ionic or ionisable moiety. 

By the term ionic monomer, we include ionisable monomers. In the 
composition where the polymer is associated with the active, the group 

15 derived from the ionic monomer should be ionised, lonisation may take 
place after polymerisation, however 

Examples of cationic or cationisable groups Q have the formula 
-NR 17 pt -PR 17 p and SR 17 rJ in which p is 2 or 3, r is 1 or 2, the groups R 17 are 
the same or different and each is selected from the group consisting of 

20 hydrogen, C V24 alkyl and aryl, or two of the groups R 17 together with the 

heteroatom to which they are attached from a 5 to 7 membered heterocyclic 
ring or three R 17 groups together with the heteroatom to which they are 
attached form a 5 to 7 membered heteroaromatic ring, either of which rings 
may be fused to another 5 to 7 membered saturated or unsaturated ring, and 

25 any of the R 17 groups may be substituted by amino or hydroxyl groups or 
halogen atoms. 

Preferably Q is NR 17 2 where R 17 is C^-alkyl. Preferably both R 17l s 
are the same. Particularly useful results have been achieved where the 
groups R 17 are alkyl, especially ethyl. 
3 o Where the monomer of the general formula VII provides anionic or 

anionisable groups, for instance carboxylate, or carboxylic acid group, B 1 is 
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25 



a bond, A 8 is -O- and Q is hydrogen. Alternative monomers providing 
carboxylate or carboxylic acid moieties have B 1 as other than a bond, and Q 
as a carboxylate or carboxylic acid group. Where Q is an anionic or 
anionisable group other than carboxylate or carboxylic acid group, then B 1 is 
other than a bond, and Q is a group of general formula VIII 



in which A 11 is a bond, NH, S or O, preferably O; and 

R 18 is a hydroxy!, C^-alkyl, C^-alkoxy, C 7 . 18 -aralkyl, C 7 _ 18 -aryikoxy, 
C 6 .i 8 -a r yl or C 6-i8- ar yloxy group. 

Alternatively Q may be a group S0 3 '. 

Preferably Y 1 is H 2 C=CR 14 COA 8 where R 14 is H or CH 3 and A 8 is O or 

NH. 

B 1 is preferably C^-alkanediyl, preferably (CH 2 ) 2 ^. 

Either or both the zwitterionic and ionic blocks may include 
comonomers, for instance to provide functionality, control over 
hydrophobicity, control over pH sensitivity, pK A or pKg as the case may be, 
or as general diluents. For instance comonomers providing functionality 
may be useful to provide conjugation of pendant groups following 
polymerisation and/or micelle formation, to targeting moieties, or to provide 
for conjugation between the biologically active molecule and the polymer. 
Alternatively, functional groups may allow for crosslinking of the polymer 
following micelle formation, to confer increased stability on the micellar 
structure. 

Examples of suitable comonomers are compounds of the general 
formula IX 



A 11 — P — R 18 



vin 
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5 in which R 19 is selected from hydrogen, halogen, alkyl and groups 
COOR 23 in which R 23 is hydrogen and alkyl; 

R 20 is selected from hydrogen, halogen and alkyl; 
R 21 is selected from hydrogen, halogen, alkyl and groups COOR 23 
provided that R 19 and R 21 are not both COOR 23 ; and 

10 R 22 is a C^o alkyl, a C 1m2 o alkoxycarbonyl, a mono-or dHC^o alkyl) 

amino carbonyl, a C^o aryl (including alkaryi) a C 7 . 20 aralkyl, a C^q 
aryloxycarbonyl, a C^ -aralkyloxycarbonyl, a C^o arylamino carbonyl, a C 7 _ 
2 0 aralkyl-amino, a hydroxyl or a C 2 . 10 acyloxy group, any of which may have 
one or more substituents selected from halogen atoms, alkoxy, oligo-alkoxy, 

15 aryloxy, acyloxy, acylamino, amine (including mono and di-alkyl amino and 
trialkylammonium in which the alkyl groups may be substituted), carboxyl, 
sulphonyl, phosphoryl, phosphino, (including mono- and di- alkyl phosphine 
and tri-alkylphosphonium), zwitterionic, hydroxyl groups, vinyloxycarbony! 
and other vinyiic or ailyiic substituents, and reactive silyl or silyloxy groups, 

2 o such as trialkoxysilyl groups; 

or R 22 and R 21 or R 22 and R 20 may together form -CONR 24 CO in which 
R 24 is a C^ alkyl group. 

It is preferred for at least two of the groups R 19 - R 20 « R 21 and R 22 to be 
halogen or, more preferably, hydrogen atoms. Preferably R 19 and R 20 are 

25 both hydrogen atoms. It is particularly preferred that compound of general 
formula IX be a styrene-based or acrylic based compound. In styrene based 
compounds R 22 represents an aryl group, especially a substituted aryl group 
in which the substituent is an amino alkyl group, a carboxylate or a 
sulphonate group. Where the comonomer is an acrylic type compound, R 22 

30 is an alkoxycarbonyl, an alkyl amino carbonyl, or an aryloxy carbonyl group. 
Most preferably in such compounds R 22 is a C^o -alkoxy carbonyl group, 
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optionally having a hydroxy substituent. Acrylic compounds are generally 
methacrylic in which case R 21 is methyl 

Preferably the comonomer is a non-ionic comonomer, such as a C U2A 
alkyl(alk)-acrylate or -acrylamide, mono- or di- hydroxy-C^-alkyKalk)- 
5 acrylate, or -acrylamide, oligo(C 2 _ 3 alkoxy) C 2 . 18 -alkyl (alk)-acrylate, or - 
acrylamide, styrene, vinylacetate or N-vinyllactam. 

The block copolymer may be a simple A-B block copolymer, or may 
be an A-B-A or B-A-B block copolymer (where A is the zwitterionic block and 
B is the ionic block). It may be a star-type polymer with more than two arms 

10 of blocks A extending from a core block B or vice versa. It may be a comb 
type polymer in which the back bone is considered as block A and each tine 
is a B block or vice versa. It may also be an A-B-C, A-C-B or B-A-C block 
copolymer, where C is a different type of block. C blocks may, for instance, 
comprise functional, e.g. cross-linking or ionic groups, to allow for reactions 

is of the copolymer, for instance in the novel compositions. Crosslinking 

reactions especially of A-C-B type copolymers, may confer useful stability on 
drug-containing micelles. Cross-linking may be covalent, or sometimes, 
electrostatic in nature. Cross-linking may involve addition of a separate 
reagent to link functional groups, such as using a difunctional alkylating 

2 o agent to link two amino groups. 

The block copolymers preferably have controlled molecular weights. 
It is preferable for each of the blocks to have molecular weight controlled 
within a narrow band, that is to have a narrow polydispersity. The 
polydispersity of molecular weight should, for instance, be less than 2.0, 
25 more preferably less than 1 .5, for instance in the range 1 .1 to 1 A 

The degree of polymerisation of an ionic block is in the range 5 to 
2000, preferably 10 to 500, more preferably 10 to 250. A zwitterionic block 
has a degree of polymerisation in the range 2 to 1000, preferably 5 to 250 
more preferably 1 0 to 1 00. Generally the relative lengths of the ionic to 

3 0 zwitterionic blocks is in the range 1:5 to 10:1, preferably 1:1 to 5:1. 
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It may be possible to synthesise the block copolymer by initial 
formation of a low polydispersity, low molecular weight initial block using 
control of initiator and chain transfer agent (which permanently terminates 
chain formation), with the initial block then being derivatised to act as a 
5 suitable radical initiator in a subsequent block forming step, by the technique 
described by Inoue ef a/ J. Contr. Rel. 1998, 51, 221-229. It may be 
possible to utilise commercially available relatively low molecular weight low 
polylispersity ionic polymers as starting materials for a zwitterionic block - 
forming step, for instance by derivatising the ionic polymer at one or both 

10 ends to generate a radical from which polymerisation of monomers including 
the zwitterionic monomers may be initiated'. Preferably, the polymerisation of 
at least one of the blocks and preferably both the blocks is by controlled 
radical polymerisation for instance a living radical polymerisation process. 
A living radical polymerisation process may be a group transfer 

15 radical polymerisation, for instance in which an N-O, or other carbon-, 

sulphur-, and oxygen- centered radical group is transferred from an initiator 
compound to a monomer. Preferably, however, the process is an atom 
transfer radical polymerisation process. Preferably such a process is used 
to form each block of the block copolymer. 

20 In the atom or group transfer radical polymerisation process, the 

initiator has a radically transferable atom or group, and the catalyst 
comprises a transition metal compound and a ligand, in which the transition 
metal compound is capable of participating in a redox cycle with the initiator 
and dormant polymer chain, and the ligand is either any N-, 0-, P- or S- 

25 containing compound which can coordinate with the transition metal atom in 
a a-bond, or any carbon-containing compound which can coordinate with the 
transition metal in a rc-bond, such that direct bonds between the transition 
metal and growing polymer radicals and not formed. 

Preferably the radical initiator is of the general formula XI 

3 0 R 25 R 26 R 27 C-X 2 XI 

where: 
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25 



X 2 is selected from the group consisting of CI, Br, I, OR 28 , SR 29 , SeR 29 , 
OP(=0)R 30 , OP(=O)(OR 30 ) 2 , O-N(R 30 ) 2 and S-C(=S)N(R 30 ) 2 , where R 28 is 
alkyl of from 1 to 20 carbon atoms in which each of the hydrogen atoms may 
be independently replaced by halide, R 30 is aryl or a straight or branched C r 
C 20 alkyl group, and where an N(R 30 ) 2 group is present, the two R 30 groups 
may be joined to form a 5- or 6-membered heterocyclic ring; and 

R 25 , R 26 and R 27 are each independently selected from the group 
consisting of H, halogen, CVC^ alkyl, C 3 -C 8 cycloalkyl, C(=0)R 3 °, 
C(=0)NR 31 R 32 , COCI, OH, CN, C 2 -C 20 alkenyl, C 2 -C 20 alkenyl oxiranyl, 
glycidyl, aryl, heterocyclyl, aralkyl, aralkenyl, C^-Cg alkyl in which from 1 to 
all of the hydrogen atoms are replaced with halogen, d-C 6 alkyl substituted 
with from 1 to 3 substituents selected from the group consisting of C,-C 4 
alkoxy, aryl, heterocyclyl, C(=0)R 30 , C(=0)NR 31 R 32 , -CR 26 R 27 X 2 , oxiranyl and 
glycidyl; 

where R 30 is alkyl of from 1 to 20 carbon atoms, alkoxy of from 1 to 20 
carbon atoms, oligo(alkoxy) in which each alkoxy group has 1 to 3 carbon 
atoms, aryloxy or heterocyclyloxy any of which groups may have 
substituents selected from optionally substituted alkoxy, oligoalkoxy, amino 
(including mono- and di-alkyl amino and trialkyl ammonium, which alkyl 
groups, in turn may have substituents selected from acyl, alkoxycarbonyi, 
alkenoxycarbonyl, aryl and hydroxy) and hydroxyl groups; and 

R 31 and R 32 are independently H or alkyl of from 1 to 20 carbon atoms 
which alkyl groups, in turn may have substituents selected from acyl, 
alkoxycarbonyi, alkenoxycarbonyl, aryl and hydroxy, or R 31 and R 32 may be 
joined together to form an alkanediyl group of from 2 to 5 carbon atoms, thus 
forming a 3- to 6-membered ring; 

such that not more than two of R 2S , R 26 and R 27 are H. 
In the initiator of the general formula V it is preferred that no more 
than one of R 25 , R 26 and R 27 , and preferably none, is hydrogen. Suitably at 
least one, and preferably both of R 25 and R 26 is methyl. R 27 is suitably a 
group CO-R 30 in which R 30 is preferably alkoxy of from 1 to 20 carbon atoms, 
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oligo(alkoxy) in which each alkoxy group has 1 to 3 carbon atoms, aryloxy or 
heterocyclyloxy any of which groups may have substituents selected from 
optionally substituted alkoxy, oligoalkoxy, amino (including mono- and di- 
alkyl amino and trialkyl ammonium, which alkyl groups, in turn may have 
5 substituents selected from acyl, alkoxycarbonyl, alkenoxycarbonyl, aryl and 
hydroxy) and hydroxyl groups. 

Since any of R 25 , R 26 and R 27 may comprise a substituent C 26 R 27 X 2 , 
the initiator may be di-, oligo- or poly- functional. 

Selection of a suitable initiator is based on various considerations. 

io Where the polymerisation is carried out in the liquid phase, in which the 

monomers are dissolved, it is preferable for the initiator to be soluble in that 
liquid phase. The initiator is thus selected for its solubility characteristics 
according to the solvent system which in turn is selected according to the 
monomers being polymerised. 

15 Water-soluble initiators include, for instance the reaction product of 

monomethoxy-capped o!igo(ethylene oxide) with 2-bromoisobutyryl bromide 
(OEGBr), 4-bromo-a-toluic acid or ethyl 2-bromopropanoic acid or 2-(N,N- 
dimethylamino) ethyl-2'-bromoisobutyrate. 

The portion of the initiator -C-R 25 R 26 R 27 becomes joined to the first 

2 o monomer of the growing polymer chain. The group X 2 becomes joined to the 
terminal unit of the polymer chain. Selection of a suitable initiator is 
determined in part by whether a terminal group having particular 
characteristics is required for subsequent functionality. The residue of the 
initiator at one or other end of the polymer may be reacted with biologically 

25 active moieties, such as targetting groups. Alternatively the initiator itself 
may comprise a group conferring ueful targetting or other useful properties 
without further reaction. 

In an atom or group radical transfer polymerisation process the 
transition metal compound which comprises a component of the catalyst is 

30 M t n+ X 3 ni where: 
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may be selected from the group consisting of Cu 1 \ Cu 2+ , Fe 2+ , 
Fe 3+ , Ru 2+ , Ru^Cr 2 *, Cr 3 *, Mo 2+ , Mo 3+ , W 2+ , W 3+ , Mn 2+ , Mn 3+ , Mn 4+ , Rh 3+ , 
Rh 4+ , Re 2+ , Re 3+ , Co + , Co 2+ , Co 3 *, V 2+ , V 3 *, Zn + , Zn 2+ , Ni 2+ , Ni 3+ , Au + , Au 2+ , Ag + 
and Ag 2+ ; 

5 X 3 is selected from the group consisting of halogen, C r C 6 -alkoxy, 

(S0 4 )h, (P0 4 ) 1/3i (R 33 P0 4 ) 1 ^ i (R 33 2 P0 4 ) > triflate, hexafluorophosphate, 
methanesulphonate, arylsulphonate, CN and R 34 C0 2l where R 33 is aryl or a 
straight or branched alkyl and R 34 is H or a straight or branched C r C 6 
alkyl group which may be substituted from 1 to 5 times with a halogen; and 
io n is the formal charge on the metal (0 < n <7). 

Preferably X 3 is halide, most preferably chloride or bromide. 
Particularly suitable transition metal compounds are based on copper or 
ruthenium, for instance CuCI, CuBr or RuCI 2 . 

In the catalyst, the ligand is preferably selected from the group 
15 consisting of: 

a) compounds of the formulas: 

R 35_ Z _ R 36 

and 

R 35 -Z-(R 37 -Z) m -R 36 

where: 

R 35 and R 36 are independently selected from the group consisting of 
H, C r C 2Q alkyl, aryl, heterocyclyl and C r C 6 alkoxy, C r C 4 dialkylamino, 
C(=0)R 38 , and A 11 C(=0)R 40 , where A 11 may be NR 41 or O; R 38 is alkyl of from 
1 to 20 carbon atoms, aryloxy or heterocyclyloxy; R 40 is H, straight or 
branched C r C 20 alkyl or aryl and R 41 is hydrogen, straight or branched; Ch- 
alky! or aryl; or R 35 and R 36 may be joined to form, together with Z, a 
saturated or unsaturated ring; 

Z is O, S, NR 42 or PR 42 , where R 42 is selected from the same group as 
R 35 and R 36 , and where Z is PR 42 , R 42 can also C r C 20 alkoxy or Z may be a 
bond, CH 2 or a fused ring, where one or both of R 35 and R 36 is heterocyclyl, 



25 



BNSDOCID: <WO 03074090A2J_> 



WO 03/074090 




PCT/GB03/00992 



19 



each R 37 is independently a divalent group selected from the group 
consisting of Cj-Ce cycloalkanediyl, C r C 8 cycloalkenediyl, arenediyl and 
heterocyclylene where the covalent bonds to each Z are at vicinal positions 
or R 37 may be joined to one or both of R 35 and R 36 to formulate a heterocyclic 
5 ring system; and 

m is from 1 to 6; 

b) CO; 

c) porphyrins and porphycenes, which may be substituted with 
from 1 to 6 halogen atoms, C r6 alkyl groups, C^-alkoxy groups, 

10 alkoxycarbonyl, aryl groups, heterocyclyl groups, and alkyl groups 
further substituted with from 1 to 3 halogens; 

d) compounds of the formula R 43 R 44 C(C(=0)R 45 ) 2 , where R 45 is C U2D 
alkyl, C^o alkoxy, aryloxy or heterocyclyloxy; and each of R 43 and R 44 is 
independently selected from the group consisting of H, halogen, C^q alkyl, 

15 aryl and heterocyclyl, and R 43 and R 44 may be joined to form a cycloalkyl 
ring or a hydrogenated aromatic or heterocyclic ring, of which the ring atoms 
may be further substituted with 1 to 5 alkyl groups, C 1-6 alkoxy groups, 
halogen atoms, aryl groups, or combinations thereof; and 

e) arenes and cyclopentadienyl ligands, where said 

20 cyclopentadienyl ligand may be substituted with from one to five methyl 
groups, or may be linked through and ethylene or propylene chain to a 
second cyclopentadienyl ligand. 

Selection of a suitable ligand is, for instance, based upon the 
solubility characteristics and/or the separability of the catalyst from the 

25 product polymer mixture. Generally it is desired for the catalyst to be soluble 
in a liquid reaction mixture, although under some circumstances it may be 
possible to immobilise the catalyst, for instance an a porous substrate. For 
the preferred process, which is carried out in the liquid phase, the ligand is 
soluble in a liquid phase. The ligand is generally a nitrogen containing 

30 ligand. The preferred ligand may be a compound including a pyridyl group , 
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such as bipyridine, a compound including a pyridyl group and an imino 
moiety such as: 




where R 46 is a suitable alkyl group, the substituent being variable and 
adaptable to confer desired solubility characteristics, triphenylphosphine or 
1 ,1 ,4,7,10,10-hexamethyMriethylene tetramine. 
io Such ligands are usefully used in combination with copper chloride, 

copper bromide and ruthenium chloride transition metal compounds as part 
of the catalyst. 

A living radical polymerisation process is preferably carried out to 
achieve a degree of polymerisation in the or each block in the range 5 to 

15 500. Preferably the degree of polymerisation is in the range 1 0 to 1 00, more 
preferably in the range 10 to 50. In the preferred group or atom transfer 
radical polymerisation technique, the degree of polymerisation is directly 
related to the initial ratios of initiator to monomer. Preferably the ratio is in 
the range 1:(5 to 500), more preferably in the range of 1:(10 to 100), most 

2 o preferably in the range 1 :(1 0 to 50). 

The ratio of metal compound and ligand in the catalyst should be 
approximately stoichiometric, based on the ratios of the components when 
the metal ion is fully complexed. The ratio should preferably be in the range 
1 :(0.5 to 2) more preferably in the range 1 :(0.8:1 .25). Preferably the range 

25 is about 1:1. 

In the living radical polymerisation process, the catalyst may be used 
in amounts such that a molar equivalent quantity as compared to the level of 
initiator is present. However, since catalyst is not consumed in the reaction, 
it is generally not essential to include levels of catalyst as high as of initiator. 

30 The ratio of catalyst (based on transition metal compound) to initiator is 

preferably in the range 1:(1 to 50), more preferably in the range 1:(1 to 10). 
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Whilst the polymerisation reaction may be carried out in the gaseous 
phase, it is more preferably carried out in the liquid phase. The reaction 
may be heterogeneous, that is comprising a solid and a liquid phase, but is 
more preferably homogeneous. Preferably the polymerisation is carried out 
5 in a single liquid phase. Where the monomer is liquid, it is sometimes 

unnecessary to include a non-polymerisable solvent. More often, however, 
the polymerisation takes place in the presence of a non-polymerisable 
solvent. The solvent should be selected having regard to the nature of the 
zwitterionic monomer and any comonomer, for instance for its suitability for 

10 providing a common solution containing both monomers. The solvent may 
comprise a single compound or a mixture of 'compounds. 

It has been found that, especially where the zwitterionic monomer is 
MPC, that it is desirable to include water in the polymerisation mixture. 
Preferably water should be present in an amount in the range 10 to 100% by 

15 weight based on the weight of ethylenically unsaturated monomer. 

Preferably the total non-polymerisable solvent comprised 1 to 500% by 
weight based on the weight of ethylenically unsaturated monomer. It has 
been found that the zwitterionic monomer and water should be in contact 
with each oiher for as short a period as possible prior to contact with the 

20 initiator and catalyst. It may be desirable therefore for all the components of 
the polymerisation other than the zwitterionic monomer to be premixed and 
for the zwitterionic monomer to be added to the premix as the last additive. 

It is often desired to copolymerise MPC or other zwitterionic monomer 
with a comonomer which is insoluble in water. In such circumstances, a 

25 solvent or co-solvent (in conjunction with water) is included to confer 
solubility on both MPC and the more hydrophobic monomer. Suitable 
organic solvents are ethers, esters and, most preferably, alcohols. 
Especially where a mixture of organic solvent and water is to used, suitable 
alcohols are C^ -alkanols. Methanol is found to be particularly suitable in 

3 o the polymerisation process of the invention. 
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The process may be carried out at raised temperature, for instance up 
to 60 to 80 °C. However it has been found that the process proceeds 
sufficiently fast at ambient temperature. 

The living radical polymerisation process has been found to provide 
5 blocks of zwitterionic monomers having a polydispersity (of molecular 
weight) of less than 1.5, as judged by gel permeation chromatography. 
Polydispersities in the range 1 .2 to 1 .4 for the or each block are preferred. 

In the composition the relative amounts of biologically active 
compound and of polymer may be about stoichiometric in terms of the 

10 counterionic groups. Alternatively there may be an excess of one charge 
over the other for instance up to 5 or 10 times excess. The level may 
depend on stability factors or on interactions of the components of the 
composition with biological systems. For instance, Rungsardthong, et a/, op. 
c/f., show that the level of excess catioinc polymer over DNA may affect 

is transfection levels. Appropriate levels of the biologically active compound 
and polymer may be determined by experimentation. The particles may be 
analysed for their £ potential. This technique determines the presence of 
overall charge on the surface of particles. Stability and activity may be 
determined by available assays. It has been found that the presence of 

20 zwitterionic groups in the aqueous composition stabilises the dispersed 

particles, without requiring addition of stabilisers, or using an excess of drug 
or polymer. The compositions may additionally contain buffers or other salts 
or pH-modifying components, stabilisers etc. 

Further probes into the particles in the composition may be by 

25 dynamic light scattering investigations, which may give a value for average 
aggregate diameters. Small angle neutron scattering may also be used to 
provide structural details inside the particles, as may electron microscopy, 
for instance transmission electron microscopy (TEM). 

According to a further aspect of the invention there is provided a 

3 0 process for forming the novel composition in which an aqueous dispersion of 
a block copolymer having an overall ionic charge and comprising at least 
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one block which has pendant zwitterionic groups and at least one block 
which comprise ionic groups to confer said overall ionic charge, is contacted 
with a biologically active compound having a charge opposite that of the 
block copolymer, to form an aqueous suspension of block copolymer and 
5 associated active. 

In the process the dispersion of copolymer may be a solution 
including a colloidal solution or a suspension. The copolymer may be in the 
form of micelles, for instance. The pH is selected so as to ensure that the 
counterionically charged groups in polymer and ionic groups in biologically 

10 active attract each other electrostatically. 

Preferably the active is pre-dissolved in water before being contacted 
with the copolymer dispersion, although direct dissolution into the block 
copolymer dispersion may be possible. We have found that simple physical 
mixing of the aqueous solutions results in suspended particles of a suitable 

15 size for administration for therapeutic purposes. 

It is believed that the compositions will be particularly useful for 
allowing gene or ODN delivery into cells. Thus the compositions may be 
useful for administering to the patients in need of therapy by the biologically 
active molecule. The compositions may thus be suitable for administration 

20 IV, IP or IM for instance. The effect of the compositions on intracellular 

delivery may be illustrated using in vitro test systems. For instance delivery 
of genes into cells may be determined by using, as the biologically active 
molecule, a plasmid encoding a model gene, the product of which may be 
observed. Suitable vectors are available encoding luciferase and/or (3- 

25 galactosidase. Such tests may be carried out in conjunction with cell 

proliferation assays using tritium-labelled thymidine and using as positive 
controls known cationic polymer delivery systems such as poly-L-lysine, or 
PEO-PEI block copolymers. 

Cytotoxicity determinations may be conducted. Such tests may, for 

30 instance, be useful to determine the base toxicity of the polymers 

themselves. Alternatively, where the drug to be delivered is intended to be 
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cytotoxic, a cytotoxicity test may reveal the success of the drug delivery 
system. Stability of the compositions may be investigated, for instance by 
contacting the compositions with pH modifiers, salts and/or serum and 
determining physical and biologically stability. Resistance to degradation by 
5 enzymic reactions, such as attack of nucleic acid by nucleases is relevant to 
the utility of the invention in formulating nucleic acids, as is the effect on 
ethidium bromide intercalation. 

The following examples illustrate the invention. 

Example 1 

10 A-B block copolymers were formed by an atom transfer polymerisation 

with MPC being homopolymerised in a first block forming step using an 
oligo(ethylene glycol) initiator as described by Ashford E.J. etal in Chem. 
Commun. 1999, 1285 (the reaction product of monomethoxy-capped 
oligo(ethylene glycol) and 2-bromoisobutyryl bromide) in the presence of 

15 bipyridine ligand and copper (I) bromide catalyst. DEA (diethylaminoethyl 
methacrylate) was polymerised in a second block forming step. The degree 
of polymerisation for each block is indicated in Table 1 showing the results. 

The reaction conditions were [MPC] = 2.02M (6.0g in 10ml methanol), 
[MPC]: [OEG-Br]:[CuBr]:[bipy] = (30 or 20 as shown in Table 1):1:1:2, T = 

20 20°C; MPC was polymerised first in all cases followed by addition and 
polymerisation of an appropriate amount of neat DEA. Almost complete 
monomer conversion was achieved after the time indicated in Table 1 for the 
diblock, as indicated by 1 H NMR spectroscopy (no residual vinyl double 
bonds). The reaction mixture was diluted with methanol and passed through 

25 a silica column to remove residual ATRP catalyst. After solvent evaporation, 
the products were dried under vacuum at room temperature. 
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The MPC-DEA block copolymers were dissolved in Mcllvaines buffer at 
a concentration of 1mM and at pH 4. The pH was then adjusted upwards with 
NaOH to pH 8, and 10.8, so the micelles would form. A series of half dilutions 
were then prepared from the micellised polymers, using Mcllvaines buffer of the 
same pH as the polymer solution. 

To demonstrate the polymer shift from unimer to micelle state in 
response to pH increase, a control of polymer at pH 4 was carried using the 
same technique and conditions as that used for the pH8 and pH10.8 samples 
using the 30:60 MPC:DEA block copolymer. The polymer solutions at pH4 and 
pH8 were also analysed using photon correlation spectroscopy (PCS) to 
measure the hydrodynamic diameter of the particles based on the intensity of 
scattered light, and calculated using the Stokes-Einstein equation, as described 
in IS013321 British Standards Institution. 1997, BS3046: Part 8: 1997: ISO 
13321: "Photon correlation spectroscopy", in Methods for determination of 
particle size distribution, BSI publications, Chiswick, UK, p 1-21, with 
subsequent analysis and determination of intensity size distributions using the 
CONTIN algorithm. Measurement was carried out using a Malvern Zetasizer 
3000HS, using a 10mW He-Ne laser, with a wavelength of 633nm, and a high 
sensitivity avalanche photodiode detector fixed at a 90 degree angle to the 
laser, at a temperature of 25°C. Samples were sonicated for 5 minutes and 
filtered through a 0.2 micron filter prior to measurement, to remove any 
aggregation and possible dust contamination. 

In Figure 1 the shift from unimer to micelle in response to increased pH 
can be seen. At pH4 (grey shaded curve) only unimers with a mean diameter 
of 1 1 .3nm are present, however when the pH is raised to pH8 (black shaded 
curve) there is a clear increase in mean diameter from 11.3nm up to 37.5nm, 
indicating the unimers have undergone micellar self assembly in response to 
increased pH. 
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Example 2: Generic Block Copolymer Preparation by Sequential Monomer 
Addition 

MPC was polymerized first in 10 ml methanol, using 

5 [MPC]:[OEGBr]:[CuBr]:[bpy] = X:1 :1:2 (where X is the number of moles of MPC 
used to achieve the desired target degree of polymerization) under a nitrogen 
atmosphere at 20 °C. After 2.0 h, the MPC conversion was greater than 99 %, 
and the MPC homopolymer obtained had a low polydispersity (Mw/Mn = 1 .09 
with Mn = 10,000 vs. polyethylene oxide) standards. Then the appropriate 

10 amount of the comonomer 2-dimethylaminoethyl methacrylate (DMA) was 
added to this reaction solution, to give a particular target degree of 
polymerization for the second block. After 40 h, 1 H NMR studies indicated that 
both monomers had been consumed. The reaction solution was passed through 
a silica gel column to remove the spent ATRP catalyst, which resulted in the 

15 loss of around 1 0 % copolymer due to adsorption onto the silica. After solvent 
evaporation, the solid copolymer was washed with an excess of a suitable 
solvent to remove any traces of residual comonomer, redissolved in water and 
then freeze-dried overnight. The molecular weight and polydispersity of the 
resulting polymers was determined by aqueous GPC using poly(2-vinylpyridine) 

20 standards. Table 2 summarises data for a series of MPC-DMA dibiock 
copolymers. 



25 
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Example 3: Agarose Gel Electrophoresis 

The interaction between plasmid DNA (Calf thymus DNA, Sigma 
UK) and polymers was investigated by electrophoresis on agarose gel 
5 (Promega Corporation, Madison, USA). Complexes were prepared 

corresponding to monomer: nucleotide molar ratio (mole/mole) in terms of 
DMA polymer repeating units: DNA nucleotides. Complexes at 
monomernucleotide molar ratio of 0.2:1, 0.5:1, 1:1, 1.2:1, 1.4:1, 1.8:1,2:1, 
5:1 and 10:1 were placed in the wells of the 0.6% agarose gel containing 

10 ethidium bromide (0.6 \jgfm\). Solution containing 1 mg plasmid DNA was 
used. Controls for free DNA and free polymers were also applied on the 
gel. Gel running buffer was 40 mM Tris acetate (pH 7.4) and 1 mM EDTA. 
The gel was run at 70 V for one hour, after which the DNA was visualized 
on a UV transilluminator. Polymer was visualized by staining the gel with 

15 dye (Coomassie blue in 10% acetic acid and 10% ethanol) and 

subsequent washing with the destaining solution (same as the staining 
solution without the dye). 

Electrophoretic movement of the DNA molecule within the gel is 
inhibited by complexation with the MPC polycation, in this case MPC20- 

20 DMA20. Lanes i and i 1 represent the controls of free plasmid DNA and free 
polymer respectively. Lanes 2-10 represent the polycation monomer to DNA 
base ratios of 0.2, 0.5, 1, 1.2, 1.4, 1.8, 2, 5 and 10. Retardation of 
complexed/condensed DNA in the application well can be seen in the 
Figures. Visualisation of the gel in Figure 2(a) was achieved by DNA 

25 intercalating fluoresce probe (ethydium bromide) incorporation in the gel. 

The presence of migrating DNA in lanes 2-6 indicate that there is insufficient 
polymer present to completely condense all of the DNA that is present into 
an aggregate. Eventual inhibition of the DNA migrating band in Figure 2(a) 
occurred in lane 7, which was equivalent to ratio 1 .4. The free polymer 

3 o bands in Figure 2(b) indicated the presence of excess of the polymer at 
certain ratios which is not associated with the condensates. Likewise, 
appearance of free polymer bands appear at Lane 7 and greater, again at a 
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ratio of 1.4. Thus, the MPC-DMA diblock polymer system is capable of 
condensing with DNA, and for the MPC20-DMA20 system studied here, a 
ratio of 1:1.4 for DNA:polymer was required to produce an optimum 
aggregate. 

Example 4: DNA Binding Affinity by Ethidium Bromide Displacement 

An assessment of the MPC-polycations' ability to form complexes with 
DNA was made by measuring changes in the fluorescence of ethidium 
bromide-DNA complexes. Loss of ethidium bromide fluorescence is thought 
to result from polyelectrolyte binding leading to a DNA complexation, 
resulting in expulsion of intercalated ethidium bromide molecules. The level 
of fluorescence reduction is related to the affinity of MPC polycation-DNA 
binding. Ethidium bromide (2 pg, 1 mg/ml) was added to 10 fold diluted 
phosphate buffer saline (1000 pi) in cuvettes and mixed by gentle agitation. 
Fluorescence was recorded in triplicate at l ex 560 and l em 605 nm in a Hitachi 
F-4500 fluorescence spectrophotometer. Calf thymus DNA (10 fjg) was 
added and fluorescence measured again. An aliquot of polymer was then 
titrated into the solution to a calculated monomerrnucleotide molar ratio. 
Samples were mixed gently and readings were taken after 1-2 min. Duplicate 
samples were used for each measurement. Complex formation in the 
presence of salt was assessed by varying NaCI concentration i.e. 10, 25, 50, 
1000, 2000 mM in a ten fold dilution of phosphate buffer saline (1000 pi). 
Control readings were taken using PEG 4000 Da solution. 

The relative fluorescence was calculated as below: 



Fluor'ce (obs)- Fluor ! ce(EtBr) 



X100 



%Relative Fluor'ce = 



Fluor'ce(DNA+EtBr - Fluor'ce(EtBr) 



Fluor'ce (obs) = Fluor'ce of DNA + Ethidium Bromide + polymer 



Fluor'ce (EtBr) = Fluor'ce of Ethidium Bromide alone 
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Fluor'ce (DNA + EtBr) = Fluor' ce of DNA + Ethidium Bromide 

Figure 3 compares the ethidium bromide displacement of a number of 
polymers, including 

(i) the MPC3ODMA30 diblock made in example 2, 
5 (ii) DMA homopolymer, having an average MW6050 and 

polyolispersity 1 .8 "DMAEMA". 

(iii) polyvinylpyrrolidone (Aldrich) with average MW29KD (PVP). 

(iv) DMA -PEG linear diblock copolymer having an average 
MW9750, a DMA content of 40 mol% and polydispersity 1 .25 (synthesised 

10 by an oxyanionic polymerisation as described in Vamvakaki, M et al in 

Macromolecules 32 (1999) 2088-2090). It is similar to one of the polymers 
tested in Rungsardthong et al , op cit 

(v) two diblock copolymers formed by polymerising a first block of 
DMA and a second block of methoxy-capped oligo (ethylene glycol) 

15 methacrylate having an average number of ethylene glycol repeat units of 
7.5 as described in more detail by Bailey, L, PLD thesis, University of Sussex 
2000. The polymers were similar to those tested by Rungsardthong et al, op 
cit DMA-OEGMA15 has an average MW of 1 1990, a polydispersity of 1 .09 
and a DMA content of 66 mol%. DMA-OEGMA7 has an average MW of 

20 9630, a polydispersity of 1 .12 and a DMA content of 84 mol%. 

A reduction in the relative fluorescence indicates ability of the polymer 
to interact with DNA displacing the probe. Clearly, the MPC diblock and 
DMA homopolymer have the ability to condense the DNA, as a reduction in 
the relative fluorescence indicates ability of the polymer to interact with the 

25 DNA and thus displacing the probe. The control PVP polymer did not have 
this capability. The DMA-MPC diblock required a higher ratio of cationic 
monomer polymer to DNA in order to condense compared to DMA 
monopolymer or any of the poly(ethylene-glycol)-group containing polymers. 
This may be a consequence of the MPC block of the polymer affecting the 

3 o condensation process. 
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Figure 4 shows the ethidium bromide displacement ability for a series 
of DMAX-MPC30 copolymers (where x = 10, 20, 30, 40, 100) at different 
monomer: nucleotide ratios. There was a rapid decrease in the relative 
fluorescence while increasing the ratio from 0.2 to 1 .0. Between ratios 1 .0 to 
5 5.0, a gradual decrease in fluorescence was observed with increasing ratio. 
At ratios higher than 5.0, a plateau was reached. The minimal level of 
fluorescence reached ranged from 25-40%. The DMA 10 MPC3o copolymer 
showed the least decrease in fluorescence initially, indicating that it was 
least able to bind with DNA. The DMA 40 MPC 30 showed a lesser extent of 

10 DNA binding when compared with other polymers. For all other DMA-co- 
MPC polymers, the displacement profile was similar to the DMA 
homopolymer. Thus, the presence of the hydrophilic MPC does not appear 
to hinder the interaction between DNA and DMA portion of the copolymers. 
Indeed, the MPC homopolymer showed some ability to interact with the DNA, 

15 but to a much lesser extent than the copolymers. Figure 5 shows the effect 
of varying the MPC block length for DMA40MPCX block copolymers; this had 
little impact on the ability to interact with the DNA for MPC block lengths 10 
to 50 monomer units lony (i.e X =10-50). 

20 Example 5: Scattering Intensity and Particle Size Characterisation 

The scattering intensity of polymer/DNA complexes was measured by 
a Malvern S4700 PCS system (Malvern Instrument, Malvern UK). The study 
was undertaken by the titration of polymers into 10 yg of calf thymus DNA 
prepared in ten fold diluted phosphate buffer saline (500 pi). The samples 

25 were then mixed by gentle agitation after the aliquot of polymer was added. 
Measurements were made at different monomer: nucleotide molar ratios at 
25°C using a 407 mW laser and a scattering angle of 90°. The scattering 
intensity of each sample was obtained as the mean of 10 determinations. 
Data presented are the mean of a minimum of 2 replicate titrations. The 

30 diameter of polymer/DNA complexes was also measured by a Malvern 
S4700 PCS system. Individually prepared complexes of pCT0129L DNA 
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(10 pg) (pCT0129LDNA, a 4.3-kb expression vector containing the 
chloramphenicol actyltransferase reporter gene was used as obtained from 
Gene Medicine Inc. (Texas, USA)) in ten fold diluted phosphate buffer saline 
(500 pi) and addition of a aliquot polymer were measured at different 
5 monomerrnucleotide molar ratios. The measurements were performed at 
25 °C, 40.7 mW laser and a scattering angle 90°. The particle size of each 
sample was obtained by using CONTIN analysis as the mean hydrodynamic 
diameter ± standard deviation of six determinations including scattering 
intensity and polydispersity. 
10 Using PCS to monitor complexation, as the monomer: nucleotide molar 

ratios exceeded 1 .0, the size of complexes formed by the DMA homopoiymer 
increased significantly to above 1 pm, indicating that agglomeration of 
particles occurred (Figure 6). At ratio 1.0, the complexes become neutral and 
there is insufficient electrostatic repulsion to stabilise the complexes and 
15 prevent aggregation. 

Table 3 shows the particles size and scattering intensity for MPC30- 
DMAX diblock copolymers. Table 4 show the particle size and scattering 
intensity data for MPCX-DMA 40 diblocks. 

The DMA-co-ivlPC polymers complexes exhibited a different 
20 behaviour. Generally, the complexes formed by MPC-based copolymers 
were colloidally stable, with an average size of 150nm. The complexes 
remained small and discrete as the monomer: nucleotide molar ratios 
exceeded 1 .0. Incorporation of hydrophilic MPC moiety to cationic polymer 
can thus provide steric stabilization and prevent aggregation. Complexes 
25 formed with DMA 10 MPC 30 were found to have a larger size (>200nm) at high 
monomer: nucleotide molar ratio. It was unlikely that agglomeration 
occurred as the complexes size was still significantly lower than that of DMA 
homopoiymer. One of the possible explanations is that dissociation of 
complexes could have happened. 
3 o For complexes with a smaller proportion of DMA (DMA 10 MPC3o and 

DMA 2 oMPC3 0 ), the scattering intensity was lower compared with those with a 
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higher proportion of DMA, indicating that more complexes were formed 
(Figure 7). The amount of complexes formed correlates to the proportion of 
DMA, which is responsible for the binding of DNA. It was also found that 
increasing the proportion of DMA results in uniform complex size, as the 
5 polydispersity decreased with longer DMA chain. For DMA 100 MPC 30> the 
scattering intensity was significantly higher than other MPC-based 
copolymer although the complexes size was about the same, suggesting that 
either the complexes formed were very condensed or they were relatively 
insoluble. 
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1214.7 ±186.1 
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180.7 ±19.1 (0.260 ± 0.029) 
1526.6 ±59.1 


120.3 ±0.3 (0.120 ±0.029) 
1122.0 ±194.8 


130.1 ± 10.2 (0.170 ±0.029) 
1598.7 ±658.7 


141.0 ± 13.2 (0.220 ± 0.026) 
1467.9 ±61.9 


106.9 ±2.6 (0.189 ±0.020) 
813.1 ±106.0 


125.2 ±9.0 (0.211 ±0.008) 
1052.1 ±103.9 


120.2 ±12.2 (0.207 ± 0.005) 
1004.3 ±90.1 


o 

r? 

u 

CL 

s 
s 
< 

a 


275.1 ±38.9 (0.884 ± 0.099) 
184.0 ±16.2 


215.0 ±0.4 (0.349 ±0.011) 
331.6 ±10.0 
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565.7±50.1 (1.0±0) 
38.4 ± 2.8 


151.0 ±23.3 (0.645 ±0.11) 
67.5 ± 3.7 
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157.2 ±6.7 (0.514 + 0.030) 
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Mnnnmpr* 

ivi vi ivij i ici « 

Nucleotide molar 
ratio 


Particle size ± SD (nm) (Poiydispersity ± SD) 
Scattering intensity ± SD 






DMA Homopolymer 


DMA40MPC10 


DMA40MPC30 


0.2 : 1 


226.0+1.7 (0.403 ±0.013) 
292.3 4 2.0 


245.5+27.2 (0.532 ± 0.194) 
53.8+0.6 


174.9+8.7(0.499 + 0.017) 
70.4 ±11.6 




0.3 : 1 


177.5 + 8.1 (0.39 ± 0.064) 
452.7+11.3 




244.6 ±17.1 (0.585 ± 0.049) 
92.2 ±7.0 




0.5: 1 


167.5 4 2.9 (0.376 ± 0.037) 
527.2 + 6.5 


203.3 + 8,7 (0.409 + 0.044) 
240.5 ±6.1 


249.9 ± 18.5 (0.679 + 0.051) 
130.0 + 6.4 




0.6:1 


154.4 + 2.1 (0.322 ±0.024) 
738.9+11.0 


259.9 + 21 .2 (0.337 ± 0.076) 
263.1 ±11.2 


137.5 ± 2.6 (0.345 ±0.019) 
107.5 ±5.6 




0.7:1 


195.6 + 5.1 (0.304 ±0.01 3) 
191 0.8 ±23.1 


290 +11.4 (0.258 ±0.041) 
192.3 ±4.8 


161 .5 + 4.6 (0.419 ± 0.028) 
155.2 ±9.0 




0.8:1 


540.4 + 140.2 (0.459 ± 0.067) 
2658.5 + 24.7 


320.9 ± 6.0 (0.326 ±0.031) 
145.8 ±8.6 


148.5 ± 2.4 (0.344 + 0.007) 
153.7±14.0 




0.9:1 


1243.3 + 107.4 (0.416 ± 0.031) 
2225.5 ± 69.4 


383.7 ±16.1 (0.429 ±0.01 4) 
118.0 + 1.7 


154.5 ±2.1 (0.373 ±0.01) 
172.5 ±3.3 




1.0:1 


1704.0 ± 99.3 (0.691 ± 0.103) 
2686.8 + 69.0 


41 1.7 ±21 .2 (0.482 ± 0.083) 
105.7 ±3.8 


141.4± 1.7 (0.223 ± 0.005) 
288.1 ± 5.5 




2.0: 1 


1411.6+172.1 (0.5 ±0.036) 
2714.4+52.7 


443.6 ± 22.7 (0.497± 0.047) 
102.3 ±5.0 


127.2 ± 0.7 (0.299 + 0.009) 
415.6 ±3.4 




5.0:1 


1436.7 ± 178.5 (0.568± 0.049) 
2686.9 + 39.7 


527.8 ± 21 .7 (0.433 ± 0.016) 
102.4 ±4.9 


123.3 + 0.009 (0.31 2± 0.009) 
358.6 + 3.7 
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CLAIMS 

1 . A composition comprising a block copolymer having an overall ionic 
charge and associated with the polymer a biologically active compound 
having a charge opposite that of the polymer and is characterised in that 

5 block copolymer comprises at least one block which has pendant zwitterionic 
groups and at least one block which comprise ionic groups to confer said 
overall ionic charge. 

2. A composition according to claim 1 in which the biologically active 
compound is anionic, preferably polyanionic. 

10 3. A composition according to claim 2 in which where the active 
compound is a nucleic acid. 

4. A composition according to claim 3 in which the nucleic acid is 
selected from oligo nucleotides, having 5 to 80 bases, single stranded RNA, 
single stranded DNA and double stranded DNA, preferably plasmid DNA. 
15 5. A composition according to claim 1 in which the biologically active 
compound is an anionic drug. 

6. A composition according to any preceding claim in which the 
biologically active compound and polymer are associated with one another in 
the form of pariicies having an average diameter less than 200 ym. 
20 7. A composition according to claim 6 which is an aqueous composition 
in which the particles are suspended. 

8. A composition according to any preceding claim in which the 
zwitterionic block is formed from ethylenically unsaturated monomers 
including a zwitterionic monomer having the general formula 
25 YBX I 

in which Y is an ethylenically unsaturated group selected from H 2 C=CR-CO- 
A-, H 2 C=CR-C 6 H 4 -A 1 -, H 2 C=CR-CH 2 A 2 , R 2 0-CO-CR=CR-CO-0, RCH=CH- 
CO-0-, RCH=C(COOR 2 )CH 2 -CO-0, 
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5 A is -O- or NR 1 ; 

A 1 is selected from a bond, (CH 2 ),A 2 and (CH 2 ), S0 3 - in which I is 1 to 

12; 

A 2 is selected from a bond, -0-, 0-CO-, CO-O, CO-NR 1 -, -NR 1 -CO, O- 
CO-NR 1 -, NR 1 -CO-0-; 
io R is hydrogen or alkyl; 

R 1 is hydrogen, alkyl or BX. 
R 2 is hydrogen or C,^ alkyl; 

B is a bond, or a straight branched alkanediyl, alkylene oxaalkylene, 
or alkylene (oligooxalkylene) group, optionally containing one or more 
15 fluorine substituents; 

X is a zwitterionic group. 
9. A composition according to claim 8 in which X is an ammonium, 
phosphonium, or sulphonium phosphate or phosphonate ester zwitterionic 
group, more preferably a group of the general formula II 
20 n 




60 



25 in which the moieties A 3 and A 4 , which are the same or different, are - 

0-, -S-, -NH- or a valence bond, preferably -0-, and W* is a group 
comprising an ammonium, phosphonium or sulphonium cationic group and a 
group linking the anionic and cationic moieties which is preferably a C,.^- 
alkanediyl group, 

3 o preferably in which V\T is a group of formula 

-W 1 -N + R 3 3l -W 1 -P + R 4 3l -W 1 -S + R 4 2 or -W 1 -Het + in which: 
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W 1 is alkanediyl of 1 or more, preferably 2-6 carbon atoms optionally 
containing one or more ethylenically unsaturated double or triple bonds, 
disubstituted-aryl (arylene), alkylene arylene, arylene alkylene, or alkylene 
aryl alkylene, cycloalkanediyl, alkylene cycloalkyl, cycloalkyt alkylene or 
alkylene cycloalkyl alkylene, which group W 1 optionally contains one or more 
fluorine substituents and/or one or more functional groups; and 

either the groups R 3 are the same or different and each is hydrogen or 
alkyl of 1 to 4 carbon atoms, preferably methyl, or aryl, such as phenyl, or 
two of the groups R 3 together with the nitrogen atom to which they are 
attached form an aliphatic heterocyclic ring containing from 5 to 7 atoms, or 
the three groups R 3 together with the nitrogfen atom to which they are 
attached as heteroaromatic ring having 5 to 7 atoms, either of which rings 
may be fused with another saturated or unsaturated ring to form a fused ring 
structure containing from 5 to 7 atoms in each ring, and optionally one or 
more of the groups R 3 is substituted by a hydrophilic functional group, and 

the groups R 4 are the same or different and each is R 3 or a group 
OR 3 , where R 3 is as defined above; or 

Het is an aromatic nitrogen-, phosphorus- or sulphur-, preferably 
nitrogen-, containing ring, for example pyridine. 
10. A composition according to claim 8 in which X has the preferred 
general formula III 



where the groups R 5 are the same or different and each is hydrogen or 
alkyl, and m is from 1 to 4, in which preferably the groups R 5 are the same 
preferably methyl. 

11. A composition according to any of claims 8 to 10 in which the 
ethylenic unsaturated group Y is H 2 C=CR-CO-A-, in which R is preferably 
hydrogen or methyl and A is preferably NH or, more preferably, O. 
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12. A composition according to any of claims 8 to 1 1 in which the 
zwitterionic monomer is 2-methacryloyloxyethyl-2'-trimethylammonium ethyl 
phosphate inner salt. 

13. A composition according to any preceding claim in which the ionic 
block is formed of ethylenically unsaturated monomers including an ionic 
monomer of general formula VI 



in which Y 1 is selected from H 2 C=CR 14 -CO-A 8 -, H 2 C=CR 14 -C 6 H 4 -A 9 -, 
H 2 C=CR 14 -CH 2 A 10 , R 16 0-CO-CR 14 =CR 14 -CO-0, R 14 CH=CH-CO-0- 
R 14 CH=C(COOR 16 )CH 2 -CO-0, 



A 8 is -O- or NR 15 ; 

A 9 is selected from a bond, (CH 2 ) q A 10 and (CH 2 ) q S0 3 - in which q is 1 

to 12; 

A 10 is selected from a bond, -0-, 0-CO-, CO-O, CO-NR 15 -, -NR 15 -CO, 
O-CO-NR 15 -, NR 15 -CO-0-; 

R is hydrogen or alkyl; 
R 15 is hydrogen, alkyl or B 1 Q ; 
R 16 is hydrogen or alkyl; 

B 1 is a bond, or a straight branched alkanediyl, alkylene oxaalkylene, 
or alkylene (oligooxalkylene) group, optionally containing one or more 
fluorine substituents; and 

Q is an ionic or ionisable moiety. 
14. A composition according to claim 13 in which Q is selected from 
groups having the formula -NR 17 pi -PR 17 P and SR 17 ri in which p is 2 or 3, r is 1 
or 2, the groups R 17 are the same or different and each is selected from the 



Y 1 B 1 Q 
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group consisting of hydrogen, C,^ alkyl and aryl, or two of the groups R 
together with the heteroatom to which they are attached from a 5 to 7 
membered heterocyclic ring or three R 17 groups together with the heteroatom 
to which they are attached form a 5 to 7 membered heteroaromatic ring, 
either of which rings may be fused to another 5 to 7 membered saturated or 
unsaturated ring, and any of the R 17 groups may be substituted by amino or 
hydroxyl gruops or halogen atoms. 

15. A composition according to claim 1 4 in which Q is -NR 17 2 where each 
R 17 is the same and is C w2 -alkyl. preferably ethyl. 

1 6. A composition according to any of claims 1 3 to 1 5 in which B 1 is a C 2 _ 
6 -alkanediyl, preferably (CH 2 ) 2 ^- 

1 7. A composition according to claim 8 and/or claim 1 3 in which the 
ethylenically unsaturated monomers include comonomer. 

18. A composition according to claim 17 in which the comonomer has the 
general formula IX 



in which R 19 is selected from hydrogen, halogen, alkyl and groups 
COOR 23 in which R 2 is hydrogen and alkyl; 

R 20 is selected from hydrogen, halogen and C 1u , alkyl; 

R 21 is selected from hydrogen, halogen, alkyl and groups COOR 23 
provided that R 19 and R 21 are not both COOR 23 ; and 

R 22 is a C v10 alkyl, a C,^ alkoxycarbonyl, a mono-or di^C,.^ alkyl) 
amino carbonyl, a C^ aryl (including alkaryl) a C 7 . 20 aralkyl, a C^ 
aryloxycarbonyl, a C u20 -aralkyloxycarbonyl, a C 6 . 20 arylamino carbonyl, a C 7 . 
20 aralkyl-amino, a hydroxyl or a C 2 . 10 acyloxy group, any of which may have 
one or more substituents selected from halogen atoms, alkoxy, oligo-alkoxy, 
aryloxy, acyloxy, acylamino, amine (including mono and di-alkyl amino and 
trialkylammonium in which the alkyl groups may be substituted), carboxyl, 
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sulphonyl, phosphoryl, phosphino, (including mono- and di- alkyl phosphine 
and tri-alkylphosphonium), zwitterionic, hydroxyl groups, vinyloxycarbonyl 
and other vinylic or allylic substituents, and reactive silyl or silyloxy groups, 
such as trialkoxysilyl groups; 
5 or R 22 and R 21 or R 22 and R 20 may together form -CONR 24 CO in which 

R 24 is a C u20 alkyl group. 

19. A composition according to any preceding claims in which at least one 
of the blocks has a polydispersity of molecular weight less than 2.0, 
preferably in the range 1 .1 to 1.4. 

10 20. A composition according to any preceding claim in which the degree 
of polymerisation of the ionic block is in the range 5 to 2000, preferably 10 to 
250, and the degree of polymerisation of the zwitterionic block is in the range 
2 to 1000, preferably 5 to 100, and in which the ratio of the degrees of 
polymerisation (ionic:zwitterionic) is in the range 1:5 to 10:1, preferably 1:1 

15 to 5:1. 

21 . A composition according to any of preceding claim in which at least 
one of the blocks is formed by a living radical polymerisation process, 
preferably a group or atom transfer polymerisation process. 

22. A composition according to any preceding claim in which the relative 
20 amounts of biologically active compound and poiymer are in the range 1:5 to 

10:1 , preferably 1 :2 to 5:2 based on equivalents of the polymer to active 
compound charged groups. 

23. Process for producing a composition according to claim 1 in which an 
aqueous dispersion of a block copolymer having an overall ionic charge and 

25 comprising at least one block which has pendant zwitterionic groups and at 
least one block which comprise ionic groups to confer said overall ionic 
charge, is contacted with a biologically active compound having a charge 
opposite that of the block copolymer, to form an aqueous suspension of 
block copolymer and associated active. 

3 o 24. Process according to claim 23 in which the average particle size of 
the suspension is less than 200nm. 
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25. Process according to claim 23 or claim 24 in which the ratio of 
equivalents of ionic groups in the block copolymer to ionic groups in the 
biologically active compound is in the range 10:1 to 1:5, preferably 2:1 to 

2:5. 

5 26. A process according to any of claims 23 to 25 in which the biologically 
active is in solution form in an aqueous vehicle when it is contacted with the 
block copolymer dispersion. 

27. A process according to any of claims 23 to 26 having the further 
features of any of claims 2 to 5 and 7 to 21 . 



BNSDOCID: <WO 03074O90A2J_> 



WO 03/074090 



# 



PCT/GB03/00992 



1/6 



Size distribution(s) 



€0 
CO 

12 
o 



40 



30 



20 



10 




10 50 100 

Diameter (nm) 



Figure LParicle size (nm) 



234 5 67 89 10 



11 




Figure 2 



BNSDOCID: <WO. 



.03074090A2_I_> 



WO 03/07409CBW ^SSF PCT/GB03/00992 

2/6 




SUBSTITUTE SHEET (RULE 26) 



BNSDOCID: <WO 03O74090A2J_> 



WO 03/074090, 



3/6 



PCT/GB03/00992 




o 
*-» 

TO 
k. 

o 
E 
o 

o 

0) 
O 



E 
o 
c 
o 

£ 



E 
o 

o a. 
co o 

0 E 

1 5 

< o 

Q S 

H 



o 

O CO 

co O 

2 o 

o o 

< < 

5 S 



o 
E 

2 « 

2* o 

- 1 

i i 

O Q 

H 



aouaosajony 8Aije|aj % 



SUBSTITUTE SHEET (RULE 26) 



BNSDOCID: <WO 03074090A2_I_> 



WO 03/07409* 




PCT/GB03/00992 




SUBSTITUTE SHEET (RULE 26) 



BNSDOCfD: <WO 0307409GA2J_> 



WO 03/074090, 




PCT/GB03/00992 




SUBSTITUTE SHEET (RULE 26) 



03074090A2 J_ > 



WO 03/074091 




PCT/GB03/00992 




SUBSTITUTE SHEET (RULE 26) 



BNSDOCID: <WO_ 



03074090A2_I_> 



(12) INTERNATIONAL APPLICATION PUBLISHED UNDER THE PATENT^T&PERATION TREATY (PCT) 



(19) World Intellectual Property Organization 
International Bureau 

(43) International Publication Date 
12 September 2003 (12.09.2003) 




PCT 



(10) International Publication Number 

WO 03/074090 A3 



(51) International Patent Classification 7 : A61 K 47/48 

(21) International Application Number: PCT/GB03/00992 

(22) International Filing Date: 7 March 2003 (07.03.2003) 

(25) Filing Language: English 

(26) Publication Language: English 



(30) Priority Data: 

02251605.8 



7 March 2002 (07.03.2002) EP 



(71) Applicant (for all designated States except US): BIO- 
COMPATIBLES UK LIMITED [GB/GB]; Chapman 
House, Famham Business Park, Weydon Lane, Farnham, 
Surrey GU9 8QL (GB). 

(72) Inventors; and 

(75) Inventors/Applicants (for US only): LEWIS, Andrew, 
Lennard (GB/GB]; Biocompatibles UK Limited, Chap- 
man House, Farnham Business Park, Weydon Lane, 
Farnham, Surrey GU9 8QL (GB). ARMES, Steven, Peter 
[GB/GB]; 16 Farnham Avenue, Keymer, Hassocks, West 
Sussex BN6 8NS (GB). 

(74) Agent: GILL JENNINGS & EVERY; Broadgate House, 
7 Eldon Street, London EC2M 7LH (GB). 



(81) Designated States (national): AE, AG, AL, AM, AT, AU, 
AZ, BA, BB, BG, BR, BY, BZ, CA, CH, CN, CO, CR, CU, 
CZ, DE, DK, DM, DZ, EC, EE, ES, Fl, GB, GD, GE, GR 
GM, HR, HU, ID, rL, IN, IS, JP, KE, KG, KP, KR, KZ, LC, 
LK, LR, LS, LT, LU, LV, MA, MD, MG, MK ; MN, MW, 
MX, MZ r NI, NO, NZ, OM, PH, PL, PT, RO, RU, SC ; SD, 
SE, SG, SK, SL, TJ, TM, TN, TR, TT, TZ, UA, UG, US, 
UZ, VC, VN, YU, ZA, ZM, ZW. 

(84) Designated States (regional): ARIPO patent (GH, GM, 
KE, LS, MW, MZ! SD, SL, SZ, TZ, UG, ZM, ZW), 
Eurasian patent (AM, AZ, BY, KG, KZ, MD, RU, TJ, TM), 
European patent (AT, BE, BG, CH, CY, CZ, DE, DK, EE, 
fiS, B, FR, GB, GR, HU, IE, IT, LU, MC, NL, PT, RO, 
SE, SI, SK, TR), OAP1 patent (BF, BJ, CF, CG, CI, CM, 
GA, GN, GQ, GW, ML, MR, NE, SN, TD, TG). 

Published: 

— with international search report 

(88) Date of publication of the international search report: 

18 December 2003 

For two-letter codes and other abbreviations, refer to the "Guid- 
ance Notes on Codes and Abbreviations" appearing at the begin- 
ning of each regular issue of the PCT Gazette. 



3 

o . 

^ (54) Title: COMPOSITIONS OF POLYMERS 

(57) Abstract: Compositions are described comprising a of a block copolymer having an overall ionic charge and in which one 
of the blocks has pendant zwitterionic groups and a biologically active compound having a charge opposite that of the polymer. 
The polymer is preferably a linear diablock copolymer, preferably having a low polydispersity, such as a (tertiary amine group con- 
taining monomer) block-(zwitterionic monomer) copolymer. Suitable cationic monomers are dialkyl aminoalkyl(alk)acrylates and 

Q - acrylamides and suitable zwitterionic monomers are phosphorylcholine group containing acrylate monomers such as 2-methacy- 
loyloxyetyl^-trimethyl ammonium ethyl phosphate liner salt. The biologically active compound is generally polyionic and is for 

^ instance a nucleic acid, such as DNA, especially plasmid DNA. 



03074090A3 I > 



INTERNATIONAL SEARCH REPORT 



Internatiom 



lication No 



PCT/GB 03/00992 



A. CLASSIFICATION OF SUBJECT MATTER 

IPC 7 A61K47/48 



According to International Patent Classification (IPC) or to both national classification and IPC 



B. FIELDS SEARCHED 



Minimum documentation searched (classification system followed by classification symbols) 

IPC 7 A61K 



Documentation searched other than minimum documentation to the extent that such documents are included in the fields searched 



Electronic data base consulted during the international search (name of data base and, where practical, search terms used) 

EPO-Internal , CHEM ABS Data, EMBASE, BIOSIS 



C. DOCUMENTS CONSIDERED TO BE RELEVANT 



Category * Citation of document, with indication, where appropriate, of the relevant passages 



Relevant to claim No. 



WO 00 28920 A (COURT JANE LOUISE 

; STRATFORD PETER WILLIAM (6B); 

BIOCOMPATIBLES LT) 

25 May 2000 (2000-05-25) 

cited in the application 

claims 



W0 00 29481 A (COURT JANE LOUISE 

; STRATFORD PETER WILLIAM (GB); 

BIOCOMPATIBLES LT) 

25 May 2000 (2000-05-25) 

cited in the application 

claims 



1-27 
1 



-/- 



m 



Further documents are listed in the continuation of box C. 



Patent family members are listed in annex. 



* Special categories of cited documents : 

•A' document defining the general state of the art which is not 

considered to be of particular relevance 
a E* earlier document but published on or after the international 

filing date 

"L' document which may throw doubts on priority daimfs) or 
which is cited to establish the publication date of another 
citation or other special reason (as specified) 

*0' document referring to an oral disclosure, use, exhibition or 
other means 

•p» document published prior to the international filing date but 
later than the priority date claimed 



T later document published alter the international filing dale 
or priority date and not in conflict with the application but 
cited to understand the principle or theory underlying the 
invention 

*X* document of particular relevance; the claimed invention 
cannot be considered novel or cannot be considered to 
involve an inventive step when the document is taken alone 

•V document of particular relevance; the claimed invention 

cannot be considered to Involve an inventive step when the 
document is combined with one or more other such docu- 
ments, such combination being obvious to a person skifled 
in the art. 

'&' document member of the same patent family 



Dale of the actual completion of the international search 



24 September 2003 



Date of mailing of the international search report 



01/10/2003 



Name and mailing address of the ISA 

European Patent Office. P.B. 5818 Patentlaan 2 
NL - 2280 HV Rfjswijk 
Tel (+31-70) 340-2040. Tx. 31 651 epo ni, 
Fax: (+31-70) 340-3016 



Authorized officer 



Berte, M. 



Form PCT71SA/210 (second sheet) (July 1992) 



page 1 of 2 



BNSDOCID: <WO 03074090A3_L> 



♦ 

INTERNATIONAL SEARCH REPORT 



C.(Contlnuation) DOCUMENTS CONSIDERED TO BE RELEVANT 


Category • 


Citation of document, with indication.where appropriate, of the relevant passages f 




Y 


WO 98 22516 A (MCNEILLIS PAUL MATHEW 
•BIOCOMPATIBLES LTD (GB); FREEMAN RICHARD 
ME) 28 May 1998 (1998-05-28) 
cited in the application 
claims 1,9,10 


1-27 


Y 


WO 98 56334 A (KABANOV VICTOR A ;KABAN0V 
ALEXANDER V (US); EISENBERG ADI (US); UN) 
17 December 1998 (1998-12-17) 
cited in the application 
claims 


1-27 


Y 


WO 95 05408 A (JONES STEPHEN ALISTER 
; STRATFORD PETER WILLIAM (GB); 
BIOCOMPATIBLE) 

23 February 1995 (1995-02-23) 
claims 


1-27 


X 


LEWIS, A. L. ET AL: "Synthesis and 
characterization of 

phosphorylcholine-based polymers useful 
for coating blood filtration devices" 
BI0MATERIALS (2000), 21(18), 1847-1859, 
2000, XP004207019 
abstract 


1 


X 


STYRKAS, D. A. ET AL: "pH-Control led 
Adsorption of Pol yel octroi yte Di block 
Copolymers at the So i id/Liquid Interface" 
LANGMUIR (2000), 16(14), 5980-5986, 2000, 
XP002210188 
page 1 


1 


X 


! LEWIS, A. L. ET AL: "Crosslinkable 
coatings from phosphorylcholine-based 
polymers" 

BIOMATERIALS (2001), 22(2), 99-111, 2001, 

XP004236384 

abstract; figures 1,2 


1-27 



Form PCT/ISA/210 (ccnlinuEtion of second sheet) (July 1992) 



page 2 of 2 



tntemation lication No 

PCT/GB U3/00992 



BNSDOCID: <WO 03074090A3J_> 



INTERNATIONAL SEARCH REPORT 



Intemations ication No 

PCT/GB TJ3/00992 



Patent document 




Publication 




Patent family 


Publication 


cited in search report 




date 




member(s) 


date 


WKJ UU CO? C\J 


A 


25-05-2000 


AT 


245395 T 


15-08-2003 






AU 


754558 B2 


21-11-2002 






All 


1066700 A 


05-06-2000 






CA 


2346863 Al 


25-05-2000 






CN 


1326330 T 


12-12-2001 






DE 


69909817 Dl 


28-08-2003 






EP 


1128784 Al 


05-09-2001 






WO 

WU 


0028920 Al 

UULU7LV ni 


25-05-2000 






JP 
Ul 


2002529484 T 


10-09-2002 






us 


6562330 Bl 

U JUL J UX 


13-05-2003 


WO 0029481 


A 


25-05-2000 


AU 


745461 B2 


21-03-2002 






AU 


1065900 A 


05-06-2000 






CA 


2346862 Al 


25-05-2000 






PN 

V/IN 




12-12-2001 

XL. XL L V» V A 






FP 
LI 


1141124 Al 

lit iitt oj. 


10-10-2001 






WO 


002Q481 Al 


25-05-2000 






.IP 
ur 


?00?m04R6 T 


17-09-2002 






(IS 


?00im?547 Al 


14-08-2003 






uo 


6^24^69 Bl 


25-02-2003 

Lw UL LWw 


wu yoz^oio 


A 


28-05-1998 


AT 


189899 T 


15-03-2000 

Xw ww L Www 






AT 


?mQ71 T 

Li J?/ 1 1 


15-04-2002 






All 


79QQC7 R9 


18-01-2001 

X \J UX L.UUX 






All 


^060898 A 


10-06-1998 






All 


5061098 A 


10-06-1998 

XU W XaSa/W 






All 
nu 


R061198 A 


10-06-1998 






nF 


6Q701119 HI 

U3/U1J17 ul 


30-03-2000 






UL 


6Q701119 T2 

UJ / V J. lb 


13-07-2000 






HF 

Ul 


6Q711Q13 Dl 


16-05-2002 






nF 

UL 


69711913 T2 

L»-7 / 1 L 


10-10-2002 






FP 


0866815 A2 


30-09-1998 






FP 

Lt 


0939779 Al 


08^09-1999 






FS 


2143301 T3 


01-05-2000 






WO 

Wu 


9822516 Al 


28-05-1998 






WO 


9822162 Al 


28-05-1998 






wo 


9822517 Al 


28-05-1998 






JP 


2001504877 T 


10-04-2001 






JP 

ur 


2001506915 T 


29-05-2001 






US 

UU 


6251964 Bl 

V/ L W X V» ~ UX 


26-06-2001 






us 


6432314 Bl 


13-08-2002 






ZA 


9710466 A 


20-11-1998 






ZA 


9710467 A 


20-11-1998 






ZA 


9710468 A 


20-11-1998 


WU yODDOO't 


A 


17-12-1998 


AU 


8067198 A 


30-12-1998 




FP 

LT 


1005324 Al 

x u w «j w» l ni 


07-06-2000 






JP 


2002504123 T 


05-02-2002 






UO 


9856334 Al 


17-12-1998 


WO 9505408 


A 


23-02-1995 


AT 

AT 


lo/zui i 


ID UO 1j3u 






DE 


69411016 Dl 


16-07-1998 






DE 


69411016 T2 


08-10-1998 






DK 


714417 T3 


22-03-1999 






EP 


0714417 Al 


05-06-1996 






ES 


2116606 T3 


16-07-1998 






UO 


9505408 Al 


23-02-1995 






JP 


9504561 T 


06-05-1997 



Fo«m PCT/ISA/210 (patent tamty annex) (July 1992) 



BNSDOCtD: <WO 03074090A3_I_> 



This Page is Inserted by IFW Indexing and Scanning 
Operations and is not part of the Official Record 



Defective images within this document are accurate representations of the original 
documents submitted by the applicant. 

Defects in the images include but are not limited to the items checked: 

□ BLACK BORDERS 

□ IMAGE CUT OFF AT TOP, BOTTOM OR SIDES 

□ FADED TEXT OR DRAWING 



□ SKEWED/SLANTED IMAGES 

□ COLOR OR BLACK AND WHITE PHOTOGRAPHS 

□ GRAY SCALE DOCUMENTS 

□ LINES OR MARKS ON ORIGINAL DOCUMENT 

□ REFERENCE(S) OR EXHIBIT(S) SUBMITTED ARE POOR QUALITY 

□ OTHER: 

IMAGES ARE BEST AVAILABLE COPY. 
As rescanning these documents will not correct the image 
problems checked, please do not report these problems to 
the IFW Image Problem Mailbox. 



BEST AVAILABLE IMAGES 




BLURRED OR ILLEGIBLE TEXT OR DRAWING 



